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DESCRIPTION 



PROCESS FOR PREPAR ING_ BATTERY AND BATTERY USING SAME 

TECHNICAL FIELD 
The present invention relates to a process for preparing a 
battery. More particularly, the present invention relates to a process 
for preparing a lithium secondary battery. 



BACKGROUND ART 

Presently, lithium ion secondary batteries are being actively 
upgraded as a suitable secondary battery for achieving high voltage and 
high energy density. Major components thereof are a rolled out 
electrode comprising an electrode which has a pair of positive and 
negative electrodes, and a separator which separates each electrode for 
preventing short-circuit, and an electrolytic solution filled to the rolled 
out electrode. Practically used lithium secondary batteries are 
prepared according to procedures comprising laminating and winding 
the both of the positive, negative electrodes together with a separator to 
be packaged, filling an electrolytic solution and sealing the battery. 
Examples of these preparation processes are found in Japanese 
Unexamined Patent Publication No. 334884/1998 and the like. 

An ideal amount of an electrolytic solution is such that voids 
in the porous positive, negative electrodes and separator are suitably 
filled with the electrolytic solution. The above procedures, however, 
cause the electrolytic solution to be filled into spaces irrelevant to the 
function of a battery, for example, into voids between the outer can and 
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the electrode, and into the gap of the roll formed by lamination winding 
of the electrode. Since the electrolytic solution is present even in the 
spaces irrelevant to the battery function in this way, the electrolytic 
solution accounts for remarkably more than a desired amount, being the 

5 reason of weight increase. 

The electrolytic solution present in the spaces irrelevant to 
the battery function flows and leaks more easily compared to the 
electrolytic solution retained in the pores of the electrodes and the 
separator. Therefore, it can be the reason for troubles with liquid leak 

10 of the battery. 

As mentioned above, it is preferable to lessen the amount of 
the electrolytic solution in the spaces irrelevant to the battery function 
from the viewpoints of weight-wise as well as preventing the battery 
liquid from leaking. 

15 

DISCLOSURE OF INVENTION 
The present invention has been carried out in order to 
solve the above problems. The object of the present invention is to 
provide a battery which has an extremely small amount of electrolytic 

20 solution in the above spaces irrelevant to the battery function. The 
present inventors have studied on processes for preparing a battery in 
an effort to obtain a downsized, lightweight battery with high 
performance, and completed the following process and device for 
preparing a battery as well as a battery. 

25 The present invention relates to: 

a process for preparing a battery comprising, 
(i) filling an electrolytic solution to a rolled out electrode, 
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(ii) removing part of the electrolytic solution on the rolled out electrode to 
which the electrolytic solution is filled, and 

(iii) packaging the rolled out electrode from which the electrolytic 
solution is partly removed (Claim 1); 

5 the process for preparing a battery of Claim 1, wherein the rolled out 
electrode is immersed in the electrolytic solution to fill the electrolytic 
solution thereto (Claim 2); 

the process for preparing a battery of Claim 1, wherein part of the 
2 electrolytic solution on the rolled out electrode is removed under air 

py 10 current (Claim 3); 

Rj the process for preparing a battery of Claim 3, wherein jetting air 

m 

through a nozzle is applied to the rolled out electrode (Claim 4); 
i = i, the process for preparing a battery of Claim 4, wherein the jetting air- 

g applied positions of the rolled out electrode are changed (Claim 5); 

q 15 the process for preparing a battery of Claim 3, wherein air current is 
applied to the rolled out electrode by depressurizing one side of a flow 
channel in which the rolled out electrode is inserted (Claim 6); 
the process for preparing a battery of Claim 3, wherein air current is 
applied to the rolled out electrode by pressurizing one side of a flow 
20 channel in which the rolled out electrode is inserted (Claim 7); 

the process for preparing a battery of Claim 1, wherein part of the 
electrolytic solution on the rolled out electrode is removed by contacting 
thereto an object capable of absorbing and retaining the electrolytic 
solution (Claim 8); 

25 the process for preparing a battery of Claim 1, further comprising, 
diluting part of the electrolytic solution on the rolled out electrode by 
using a solvent which is mutually soluble with the electrolytic solution 
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(Claim 9); 

the process for preparing a battery of Claim 9, wherein a solvent for the 
electrolytic solution comprises the solvent which is mutually soluble 
with the electrolytic solution (Claim 10); 
5 a device for preparing a battery, comprising 

(i) means for filling an electrolytic solution to a rolled out electrode, 

(ii) means for removing part of the electrolytic solution on the rolled out 
electrode to which the electrolytic solution is filled, and 

(iii) means for packaging the rolled out electrode from which the 
10 electrolytic solution is partly removed (Claim 11); and 

a battery prepared according to the process for preparing a battery of 
Claim 1 (Claim 12). 



BRIEF DESCRIPTION OF DRAWINGS 
15 Fig. 1 is a schematic view outlining the step for removing part 

of an electrolytic solution on a rolled out electrode by applying a jetting 
air through nozzles according to one embodiment of the present 
invention. 

Fig. 2 is a schematic view outlining the shape of a nozzle 
20 having a slit exhaust port according to one embodiment of the present 
invention. 

Fig. 3 is a schematic view outlining the shape of a nozzle 
having an exhaust port with array of holes according to one embodiment 
of the present invention. 
25 Fig. 4 is a schematic view outlining the step for removing part 

of an electrolytic solution on a rolled out electrode by means of air 
current generated by depressurizing one side of a flow channel into 
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which the rolled out electrode is disposed. 

In Fig. 1 numeral 1 indicates rolled out electrode, numeral 2 
indicates a nozzle which jets gas out and numeral 3 indicates jetting air. 

In Fig. 2 numeral 2 indicates a nozzle which jets gas out and 
5 numeral 3 indicates jetting air. 

In Fig. 3 numeral 2 indicates a nozzle which jets gas out and 
numeral 3 indicates jetting air. 

In Fig. 4 numeral 1 indicates a rolled out electrode, numeral 
3 indicates air current and numeral 4 indicates a flow channel of the air 
10 current. 



BEST MODE FOR CARRYING OUT THE INVENTION 
The embodiments of the present invention are explained 

below. 

15 The process for preparing a battery of the present invention 

comprises (i) filling an electrolytic solution to a rolled out electrode 
obtained by unifying a positive electrode, a negative electrode and a 
separator, (ii) removing part of the electrolytic solution on the rolled out 
electrode to which the electrolytic solution is filled and (iii) packaging 

20 the rolled out electrode from which the electrolytic solution is partly 
removed. The steps are explained in detail below. 

The rolled out electrode of the battery is obtained by unifying 
a positive electrode, a negative electrode and a separator including, for 
example, those prepared by lamination and winding of a positive 

25 electrode sheet, a negative electrode sheet and a separator film for 
separation thereof. Adhesion of laminated, wound elements by a resin 
or the like, or fixation on the exterior with tape or the like brings about a 



rolled out electrode as an independent structure. 

Useful as the positive electrode is, for example, the one 
obtained by applying powdery lithium cobaltate onto a piece of 
aluminum foil using poly(vinylidene fluoride) as a binder and by 
drying. Useful as the negative electrode is, for example, the one 
obtained by applying powdery graphite carbon onto a piece of copper 
foil using poly(vinylidene fluoride) as a binder and by drying. A 
porous polyethylene film can be used as the separator. 

A battery comes to function when the rolled out electrode, 
the independent structure, is charged with an electrolytic solution. As 
the electrolytic solution, for example, the one obtained by dissolving an 
electrolyte into any solvent can be used. The useful solvent for the 
electrolytic solution includes, for example, a mixed solvent of ethylene 
carbonate and dimethyl carbonate. Examples of the electrolyte are 
lithium hexafluorophosphate and the like. 

Filling of the electrolytic solution can be performed outside 
the outer package of the battery. It is difficult to immerse and fill the 
electrolytic solution efficiently to the innermost of the rolled out 
electrode when the rolled out electrode is relatively large or when a 
dense layer exists in the electrode. The electrolytic solution can be 
efficiently immersed and filled thereto at a high filling rate by 
depressurizing or centrifuging the rolled out electrode in a state of 
complete sinking beneath the electrolytic solution. The 
depressurization pressure can be, for example, a little higher than the 
pressure which causes depressurization boiling of the electrolytic 
solution. Centrifugal force can be, for example, such that rotational 
speed of 4 G, about four times the gravity, is thereby generated. 



When the rolled out electrode filled with the electrolytic 
solution is taken out from the electrolytic solution, it holds some 
electrolytic solution irrelevant to the battery function (extra 
electrolytic solution) on the outside or in a gap of the roll. It is 
preferable to decrease the extra electrolytic solution as much as 
possible since it causes weight increase and liquid leak. 

Partial removal of the electrolytic solution on the rolled out 
electrode to which the electrolytic solution is filled enables to 
decrease the amount of the extra electrolytic solution present in the 
spaces irrelevant to the battery function. Part of the electrolytic 
solution on the rolled out electrode can be removed by applying air 
current to the rolled out electrode. In case of the partial removal of 
the electrolytic solution on the rolled out electrode under air current, 
dry air or dry nitrogen, for example, is available as a gas which 
generates the air current. The dry air and the dry nitrogen do not 
harm the battery performances. 

Processes for removing the extra electrolytic solution 
includes a process for spraying fast air current. The application of 
jetting air through the nozzle to the rolled out electrode enables to 
remove part of the electrolytic solution on the rolled out electrode. 
An outline of the step for removing part of an electrolytic solution on a 
rolled out electrode by applying the jetting air through nozzles is 
shown in Fig. 1. The spraying of the jetting air through the nozzles 
to the surface of the rolled out electrode results in removal of the 
electrolytic solution thereon by the pressure. 

It is possible to remove the extra electrolytic solution 
efficiently all over the rolled out electrode by changing (scanning) the 



position at which removal strength of the electrolytic solution is high, 
namely, the position received the direct air current in application of 
the jetting air through the nozzle to the rolled out electrode. 
Scanning for the positions received the direct air current can be 
performed by moving the rolled out electrode or the nozzle in 
application of the jetting air through the nozzle to the rolled out 
electrode. The scanning rate can be, for example, about 5 cm per 
second. 

Preferably, the jetting air through the nozzle ranges in 
angle from 30 to 90° to the normal line of the electrolytic solution- 
removed plane of the rolled out electrode. When it is less than 30°, 
the droplets do not disperse in one direction causing to increase the 
possibility of polluting the surface from which the electrolytic solution 
has already been removed. 

Preferable as a nozzle are those having a slit exhaust port 
which jets air out or an exhaust port which jets air out through array 
of holes for sending out band-shaped air current. An outline of the 
nozzle having a slit exhaust port is shown in Fig. 2. An outline of the 
nozzle having an exhaust port with array of holes is shown in Fig. 3. 

The jetting out rate of the air current through the nozzle 
can be, for example, about 40 m per second. When the jetting out 
rate of the air current through the nozzle is too slow sufficient 
removal of the extra electrolytic solution tends to be difficult. When 
it is too fast the rolled out electrode may be deformed by means of the 
air current pressure. 

Processes for removing the extra electrolytic solution 
includes a process for applying fast air current through a flow 



channel to the rolled out electrode being disposed inside the flow 
channel. The flow rate of the air current through the flow channel 
can be, for example, 20 m per second. When the flow is too fast, the 
rolled out electrode tends to be deformed. When it is too slow, 
5 sufficient removal of the extra electrolytic solution tends to be 
difficult. 

The air current can be formed by sending gas from one side 
of the flow channel or by depressurizing one side of the flow channel 
O with the rolled out electrode being disposed therein. An outline of 

yO 10 the step for removing part of an electrolytic solution on a rolled out 
CP electrode by means of air current generated by depressurizing one 

On side of a flow channel is shown in Fig. 4. 

a Processes for removing the extra electrolytic solution 

CJ includes a process for contacting an object capable of absorbing the 

U! 15 electrolytic solution. Useful as the object capable of absorbing and 

o ■ 

U retaining the electrolytic solution are, for example, a liquid-absorbent 

non- woven fabric, woven fabric, sponge resin and the like. 

Packaging the rolled out electrode from which part of the 
applied electrolytic solution is removed enables to prepare a battery, 
20 wherein the extra electrolytic solution irrelevant to the battery function 
is remarkably reduced. Useful as the outer can is, for example, a metal 
can made of stainless or aluminum or an aluminum laminated film. 

According to the present invention, lightweight of batteries 
can be achieved and possibility of liquid leak can be remarkably 
25 decreased by reducing the extra electrolytic solution. 

In some case, solid content in an electrolytic solution may 
remarkably precipitate onto the surface of a rolled out electrode in 
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accordance with vaporization of a solvent through the removal 
process of the extra electrolytic solution, depending on kinds of 
electrolytic solution. Preparation of batteries by using the rolled out 
electrode on which the solid content is precipitated may cause 
unevenness of the outer can surface, and may result in unfavorable 
appearance. 

Precipitation of the solid content can be reduced by diluting 
part of the electrolytic solution on the rolled out electrode by using a 
solvent (cleaning solvent) which has less solid content than the 
electrolytic solution and is mutually soluble with components of the 
electrolytic solution. For example, part of the electrolytic solution on 
the rolled out electrode can be diluted by washing the rolled out 
electrode with the cleaning solvent. 

Available as the cleaning solvent are solvents in which no or 
little solid content is dissolved including a solvent having less solid 
content than the electrolytic solution, while it is also possible to use a 
solvent which does not affect the battery performances or which is 
mutually soluble with the electrolytic solution. For example, a solvent 
obtained by removing a solute such as salt from the components of the 
electrolytic solution can be preferably used since it does not affect 
battery performances. Examples of the useful cleaning solvent are 
diethyl carbonate, dimethyl carbonate, methyl ethyl carbonate, 
propylene carbonate, caprolactone and the like. 

Washing of the rolled out electrode with these kinds of 
solvent before or after the removal step of the extra electrolytic solution 
can prevent the solid content from precipitating. 

According to the process for preparing batteries of the 



present invention, the electrolytic solution irrelevant to the battery 
performances is decreased, making it possible to prepare a battery 
which is light, hard to leak liquid and has no problems with battery 
performances or appearance. 

The device for preparing batteries according to the present 
invention comprises (i) means for filling an electrolytic solution to a 
rolled out electrode obtained by unifying a positive electrode, a negative 
electrode and a separator, (ii) means for removing part of the electrolytic 
solution on the rolled out electrode to which the electrolytic solution is 
filled, and 

(iii) means for packaging the rolled out electrode from which the 
electrolytic solution is partly removed. 

The means for filling an electrolytic solution to a rolled out 
electrode has, for example, a tank for electrolytic solution used for 
immersion of the rolled out electrode in the electrolytic solution. The 
means for removing part of the electrolytic solution on the rolled out 
electrode has, for example, nozzles jetting gas out , a flow channel and a 
fan or depressurization device for forming air current, or a substance 
capable of absorbing the electrolytic solution. 

EXAMPLES 

While the present invention is explained in detail through 
examples below, the present invention is not limited thereto. 

EXAMPLE 1 
(Preparation of electrolytic solution) 

Powdery LiPF 6 as a support salt was dissolved into a solvent 



obtained by mixing ethylene carbonate and dimethyl carbonate in a 
weight ratio of 1:1 to adjust it to 1 mol/1. 
(Preparation of electrodes) 

Positive electrode material was prepared by applying a paste 
of a positive electrode active material obtained by mixing 87 % by weight 
of. an active material, LiCo0 2 , 8 % by weight of a conductive graphite 
powder, 5 % by weight of poly(vinylidene fluoride) as a binder resin and a 
solvent, N-methylpyrolidone (hereinafter referred to as "NMP") onto a 
current terminal comprising a piece of 20-nm-thick aluminum foil 
according to Doctor Blade method in a thickness of about 200 jam, 
drying the same, and further, by rolling it to 120 \xm thick. 

A negative electrode material was prepared by applying and 
drying a paste of a negative electrode active material obtained by mixing 
95 % by weight of mesophase microbeads carbon (available from Osaka 
Gas Co., Ltd.), 5 % by weight of poly(vinylidene fluoride) as a binder resin 
and a solvent, NMP onto a current terminal comprising a piece of 12- 
nm-thick copper foil according to Doctor Blade method in a thickness of 
about 200 |xm, and further, rolling it to 120 iim thick. 

The thus prepared positive and negative electrode materials 
were cut into a size of 50 mm x 200 mm and current collector terminals 
were attached to the ends. 
(Formation of rolled out electrode) 

A separator cut into a size of 52 mm x 2 10 mm (available from 
Hochst Celanese Co., Ltd.; Trade-name: CELLGUARD#2400) was 
interposed between the positive electrode and the negative electrode. It 
was rolled out with the lamination maintained, flattened and fixed with a 
strip of adhesive tape to obtain a plane, wound construction. The 



number of the rolling was adjusted so that the width is about 50 mm 
when flattened. 

(Injection of electrolytic solution) 

A rolled out electrode was disposed in an electrolytic solution. 
The whole was depressurized with a pump and maintained at 50 torr for 
3 minutes, and then the atmospheric pressure was recovered. 
(Removal of extra electrolytic solution) 

The electrolytic solution was removed by applying dry jetting 
air through 70-mm-long and 0.3-mm-wide slit nozzles in one liter per 
second in terms of the atmospheric pressure. The jetting air was 
applied at a slope of 45° to the normal line of the rolled out electrode 
surface while distance from the nozzle tip to the rolled out electrode 
surface was set to 5 mm. Removal was performed by scanning the 
rolled out electrode from one end to the other end at a speed of 5 cm per 
second. The both surfaces of the rolled out electrode underwent the 
above procedure. 

A very small amount of solid precipitation was observed on 
the rolled out electrode surface after the removal procedure of the extra 
electrolytic solution. 

(Outer packaging using aluminum laminated film) 

The rolled out electrode prepared through the above 
procedure was kept under reduced pressure of about 50 torr and an 
aluminum laminated film was used for sealing to form an outer package. 

A piece of 50-jxm- thick aluminum foil, 12-^m- thick 
polyethylene terephtharate film and 5-nm-thick polyethylene film were 
laminated, and it was cut into a size of 70 mm x 120 mm to be used as an 
aluminum laminated film. The film was folded in half, 70 mm x 60 mm, 



and three remaining edges were closed by heat- sealing with the rolled 
out electrode therein. 
(Evaluation of liquid leak) 

A hole having a diameter of 2 mm was made at the edge of the 
outer package and the package was kept with the hole downward for 5 
minutes to estimate the amount of the leaked electrolytic solution 
according to the weight change before- and- after the keeping. 

The battery prepared through the above process was 13.5 g 
in weight and showed 0.05 g of liquid leak according to the liquid leak 
evaluation. 

EXAMPLE 2 
(Case of disposition in flow channel) 

There was provided a cylindrical flow channel in which 0.5 
mm of space is formed between the flow channel inner wall and the 
rolled out electrode when the battery rolled out electrode was placed 
inside. The rolled out electrode was fixed on the inside of the flow 
channel to remove the extra electrolytic solution by applying dry air 
current to the space between the flow channel and the rolled out 
electrode. The amount of the dry air was adjusted so that the pressure 
difference was 0.5 kgf/cm 2 between the upper side and the lower side. 

A battery was prepared in the same manner as in Example 1 
except that the extra electrolytic solution was removed according to the 
above process. The battery was 13.3 g in weight and showed 0.01 g of 
liquid leak according to the liquid leak evaluation. 



EXAMPLE 3 
(Case of using non-woven fabric) 

A battery was prepared in the same manner as in Example 1 
except that the extra electrolytic solution was removed by using a 
polypropylene non-woven fabric to wipe out the electrolytic solution on 
the outside of the post-injection rolled out electrode. The battery was 
13.6 g in weight and showed 0.07 g of liquid leak according to the liquid 
leak evaluation. Though this process does not require any device for 
supplying a large amount of dry gas, it was impossible to remove the 
extra solution in the gap of the roll. 

EXAMPLE 4 

(Case of washing by solvent) 

A battery was prepared in the same manner as in Example 1 
except that removal of the extra electrolytic solution was performed after 
the rolled out electrode posterior to filling of the electrolytic solution was 
immediately immersed in diethyl carbonate for 10 seconds. 

The battery was 13.5 g in weight and showed 0.05 g of liquid 
leak according to the liquid leak evaluation. Such a small solid 
precipitation on the rolled out electrode surface as seen in Example 1 
was not observed. No unevenness according to solid precipitation 
surfaced even after the packaging. 

COMPARATIVE EXAMPLE 1 
An aluminum laminated film was sealed remaining one edge 
unsealed and it was made into a bag with the rolled out electrode 
interposed therebetween. An electrolytic solution was injected into the 
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bag made of the package film to perform immersion of the electrolytic 
solution under reduced pressure. The extra electrolytic solution after 
the immersion was removed by pipette and then, the remaining edge was 
sealed to close. A battery was prepared in the same manner as in 
Example 1 except for the above procedures. The battery was 14.1 g in 
weight and showed 0.9 g of liquid leak according to the liquid leak 
evaluation. 

As shown in this Comparative Example, removal of the extra 
electrolytic solution after packaging makes it difficult to reduce the extra 
electrolytic solution not contributory to the battery performance 
sufficiently. Consequently, the battery will weigh heavier while the 
electrolytic solution causing liquid leak will be increased. 

COMPARATIVE EXAMPLE 2 

An aluminum laminated film was sealed remaining one edge 
unsealed, and it was made into a bag with the rolled out electrode 
interposed therebetween. An electrolytic solution was injected into the 
bag made of the package film and the total weight of the battery was 
adjusted to 13.5 g. The weight is the same as that in Example 1. After 
that it was kept under 50 torr for 3 minutes followed by sealing of one 
remaining edge to close the battery. A battery was prepared in the 
same manner as in Example 1 except for the above procedures. 

The battery was 13.5 g in weight as mentioned above showing 
0.07 g of liquid leak according to the liquid leak evaluation. When 
charge- discharge tests were carried out by using this battery and the 
battery of Example 1 at the rate of 0.5 C, this battery accounted for 
about 80 % the discharge capacitance compared with the battery 
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prepared in Example 1 . 

This is resulted from the fact that the electrolytic solution did 
not sufficiently fill the spaces where the electrolytic solution is needed in 
terms of battery performances, being present even in spaces not 
5 contributory to the battery performances. 

EXAMPLE 5 

(Case of slow air current) 

A battery was prepared in the same manner as in Example 1 

10 except that the air current was applied at a rate of 0.2 liter per second 
when the extra electrolytic solution was removed. Even after the 
removal of the extra electrolytic solution, remainder of electrolytic 
solution was remarkably found on the surface of the rolled out electrode. 
The battery was 13.9 g in weight showing 0.5 g of liquid leak according to 

15 the liquid leak evaluation. Although there were weight increase due to 
the extra electrolytic solution and increase of electrolytic solution 
leading to liquid leak compared with Example 1 , remarkable effect was 
seen in comparison with Comparative Example 1. 

20 COMPARATIVE EXAMPLE 4 

(Case of fast air current) 

A battery was prepared in the same manner as in Example 1 

except that the air current was applied at a rate of 2 liter per second 

when the extra electrolytic solution was removed. 
25 Peeling was partly observed among components of the rolled 

out electrode after the removal of the extra electrolytic solution. The 

battery was 13.4 g in weight showing 0.02 g of liquid leak according to 
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the liquid leak evaluation. 

According to the preparation process of Claims 1 to 8, it is 
possible to prepare a light battery with less possibility of liquid leak 
since the amount of the extra electrolytic solution not contributory to the 
battery performance is small. 

According to the preparation process of Claims 9 to 10, it is 
possible to prepare a battery having little, visually unfavorable 
unevenness which is caused by precipitation on the surface of the rolled 
out electrode. 

According to the preparation device of Claim 1 1 , it is possible 
to prepare a light battery with less possibility of liquid leak. 

The battery according to Claim 12 has high weight energy 
density because the weight of the electrolytic solution is reduced and it 
has small possibility of liquid leak accident because the extra electrolytic 
solution is decreased. 

INDUSTRIAL APPLICABILITY 
The process for preparing a battery, the device for 
preparing a battery and the battery of the present invention can be 
widely applied to a battery including lithium ion battery which 
comprises a rolled out electrode immersed in an electrolytic solution 
and an outer can packaging the same. 
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CLAIMS 



1 . A process for preparing a battery comprising, 

(i) filling an electrolytic solution to a rolled out electrode obtained by 
5 unifying a positive electrode, a negative electrode and a separator, 

(ii) removing part of the electrolytic solution on the rolled out electrode to 
which the electrolytic solution is filled, and 

(iii) packaging the rolled out electrode from which the electrolytic 
solution is partly removed. 

10 

2. The process for preparing a battery of Claim 1, wherein the 
rolled out electrode is immersed in the electrolytic solution to fill the 
electrolytic solution thereto. 

15 3. The process for preparing a battery of Claim 1, wherein 

part of the electrolytic solution on the rolled out electrode is removed 
under air current 

4. The process for preparing a battery of Claim 3, wherein the 
20 jetting air through a nozzle is applied to the rolled out electrode. 



5. The process for preparing a battery of Claim 4, wherein the 
jetting air-applied positions of the rolled out electrode are changed. 
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6. The process for preparing a battery of Claim 3, wherein air 
current is applied to the rolled out electrode by depressurizing one side 
of a flow channel in which the rolled out electrode is inserted. 



7. The process for preparing a battery of Claim 3, 
wherein air current is applied to the rolled out electrode by pressurizing 
one side of a flow channel in which the rolled out electrode is inserted. 

8. The process for preparing a battery of Claim 1, 
wherein part of the electrolytic solution on the rolled out electrode is 
removed by contacting thereto an object capable of absorbing and 
retaining the electrolytic solution. 

9. The process for preparing a battery of Claim 1, further 
comprising, diluting part of the electrolytic solution on the rolled out 
electrode by using a solvent which mutually soluble with the electrolytic 
solution. 

10. The process for preparing a battery of Claim 9, 
wherein a solvent for the electrolytic solution comprises the solvent 
which is mutually soluble with the electrolytic solution. 

1 1 . A device for preparing a battery, comprising 

(i) means for filling an electrolytic solution to a rolled out electrode 
obtained by unifying a positive electrode, a negative electrode and a 
separator, and 

(ii) means for removing part of the electrolytic solution on the rolled out 
electrode to which the electrolytic solution is filled. 

12. A battery prepared according to the process for 
preparing a battery of Claim 1 . 
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Declaration and Power of Attorney For Patent Application 
Japanese Language Declaration 



As a below named inventor, I hereby declare that: 

My residence, post office address and citizenship are as stated 
next to my name. 

I believe I am the original, first and sole inventor {if only one 
name is listed below) or an original, first and joint inventor (if 
plural names are listed below) of the subject matter which is 
claimed and for which a patent is sought on the invention 
entitled. 

PROCESS FOR PREPARING BATTERY 

AND BATTERY USING SAME 



H ClTjESftiLfc. 



*I»LTl>5Ci:*CCi:*iPiLllt. 



the specification of which 
□ is attached hereto. 

H was filed on February 4, 2000^ 

as United States Application Number or 
PCT International Application Number 
PCT/JPOO/00607 ^,1 was amended on 
(if applicable). 

I hereby state that I have reviewed and understand the 
contents of the above identified specification, including the 
claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose information which is material 
to patentability as defined in Title 37, Code of Federal 
Regulations, Section 1 .56. 
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Japanese Language Declaration 



■ fe{±, $B&A3i35M119ft (a) - (d) aXti365* (b) SC 
*«rfMfi#*»365 (a) I(:l^<ilffil, Xti^ST?©^ 



Prior Foreign Applications) 



(Number) 

(*t) 



(Country) 



(Number) 

(S^t) 



(Country) 
(S«) 



^'tt. SS35»#Bi£*ll9* (e) 3!CcS-=H>-CTfa®*rl ! ifffr 



(Application No.) 
(ffllHS#) 



(Filing Date) 
(HHBB) 



§§* (c) ^m-j< mm* zziz±mv£-f a ttz. *&m<D& 

aUat»Sr37«l*56S-CSit$*tfc«PfiFK«©W«IK:M-f *K» 



(Application No.) 



(Application No.) 



(Filing Date) 
(HHHB) 



(Filing Date) 
(ttiJRB) 



Page 



I hereby claim foreign priority under Title 35, United States Code, 
Section 1 1 9 (a)-{d) or 365(b) of any foreign application(s) for patent 
or inventor's certificate, or Section 365(a) of any PCT International 
application which designated at least one country other than the 
United States, listed below and have also identified below, by 
checking the box, any foreign application for patent or inventor's 
certificate, or PCT International application having a filing date 
before that of the application on which priority is claimed. 

Priority Claimed 

□ □ 



(Day/Month/Year Filed) 
(tiiBWUIB) 



(Day/Month/Year Filed) 
(ffiBWFEB) 



Yes 
til* 
□ 
Yes 



No 



I hereby claim the benefit under Title 35, United States Code, 
Section 119(e) of any United States provisional applications) listed 
below. 



(Application No.) 



(Filing Date) 
(tURB) 



I hereby claim the benefit under Title 35, United States Code, Section 
120 of any United States application®, or Section 365(c) of any PCT 
International application designating the United States, listed below 
and, insofar as the subject matter of each of the claims of this 
application is not disclosed in the prior United States or PCT 
International application in the manner provided by the first paragraph 
of Title 35, United States Code Section 112, 1 acknowledge the duty 
to disclose information which is material to patentability as defined in 
Title 37, Code of Federal Regulations, Section 1 .56 which became 
available between the filing date of the prior application and the 
national or PCT International filing date of application. 

(Status: Patented, Pending, Abandoned) 

(Status: Patented, Pending, Abandoned) 
GESR : WffrfraSF, ttitESf) 
I hereby declare that all statements made herein of my own 
knowledge are true and that all statements made on information 
and belief are believed to be true; and further that these statements 
were made with the knowledge that willful false statements and the 
like so made are punishable by fine or imprisonment, or both, under 
Section 1001 of Title 18 of the United States Code and that such 
willful false statements may jeopardize the validity of the application 
or any patent issued thereon. 
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Japanese Language Declaration 



POWER OF ATTORNEY: As a named inventor, I hereby appoint 
the following attorney(s) and/or agent(s) to prosecute this 
application and transact all business in the Patent and Trademark 
Office connected therewith: (list name and registration number) 




WfeMMMmft : (ZWiRVMsSm^r) Direct Telephone Calls to: (name and telephone number) 

jj] j[703 )_41 3-3000 





/~6D 


Full name of sole or first joint inventor 
Osamu HIROI 


n 




Inventor's signature Date 
fchOjMM )<UwC 12/6/2001 


t-ij 


Residence v 
TOKYO 100-8310 JAPAN f^^^x 


Qmm 


Citizenship 

Japanese ^ 




Post Office Address c/o MITSUBISHI DENKI 
KABUSHIKI KAISHA, 2-3, Marunouchi 2-chome, 




Chiyoda-ku, TOKYO 100-8310 JAPAN 






Full name of second joint inventor, if any 

Jun ARAGANE 






Second joint Inventor's signature Date 
JAm^ -Tfh-^ ^1^- 12/6/2001 


mm 


Residence ^ 
TOKYO 100-8310 JAPAN 


mm 


Citizenship 

Japanese ^ 




Post Office Address c/o MITSUBISHI DENKI 
KABUSHIKI KAISHA, 2-3, Marunouchi 2-chome, 




Chiyoda-ku, TOKYO 100-8310 JAPAN 



(W—WMCO &m$%W%tz~3\, >T mU^SSMV. m^-t 5 Z. t ) (Supply similar information and signature for third and subsequent 

joint inventors.) 
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. Full name of third joint inventor, if any 

) Shoji YOSHIOKA 




Third joint Inventor's signature Date 
J&-K<HA. ysV^fasfrJL** 12/6/2U01 


{£F/r 


Residence " — r-^N? 
_TQKYD— 100— 8310 JAPAN C~s/^ s\ 


H» 


Citizenship 

Japanese 




Post Office Address c/o MITSUBISHI DENKI 
KABUSHIKI KAISHA, 2-3, Marunouchi 2-chome, 




Chiyoda-ku, TOKYO 100-8310 JAPAN 






Full name of fourth joint inventor, if any 

Yasuhiro YOSHIDA 




Fourth joint Inventor'ssignature , Date 

^r^Z. 12/6/2001 




Residence 

TOKYO _100-8310 JAPAN c37^/\ 




Citizenship 

Japanese <^ 




Post Office Address c/o MITSUBISHI DENKI 
KABUSHIKI KAISHA, 2-3, Marunouchi 2-chome, 




Chiyoda-ku, TOKYO 100-8310 JAPAN 




-S — 


, Full name of fifth joint inventor, if any 

' Tetsuyuki KURATA 




Fifth joint Inventor's signature Date 

OkksZg^j 12/6/2001 


-far 


TOKYO 100-8310 JAPAN cfJ^X 


•'HJf 


Cftizenship Japanese ^ 




Post Office Address c/o MITSUBISHI DENKI 
KABUSHIKI KAISHA, 2-3, Marunouchi 2-chome, 




Chiyoda-ku, TOKYO 100-8310 JAPAN 






Full name of sixth joint inventor, if any 

Yukivasu NAKAO 




Sfacthioint inventor's signature Date 
nJL^ 4W 12/6/2001 




TOKYO. 100-8310 JAPAN ^fP\ 


Off 


Citizenship 

Japanese 




Post Office Address c/o MITSUBISHI DENKI 
KABUSHIKI KAISHA, 2-3, Marunouchi 2-chome, 




Chiyoda-ku, TOKYO 100-8310 JAPAN 


(IgTv $ li -? tiWK<7)^P5S^#U ft LTt lotti&lt (Supply similar information and signature for third and sub- 
fgfcctt>'I«liftt*;i:o ) sequent joint inventors.) 
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Full name of seventh joint inventor, if any 
Hiroaki URUSHIBATA 








Seventh joint Inventor's signature Date 

rtiv>o*.L; U^u<£,;h^fa . 12/6/2001 




Residence 

TOKYO 100-8310 JAPAN ^J^O^ 


mm 


Citizenship 

Japanese ^ 




Post Office Address c/q MITSUBISH I DENKI 

KABUSHIKI KAISHA, 2—3/ Maxunouchi 




2-chome, Chiyoda-ku, TOKYO 100-8310 JAPAN 








Full name of eighth joint inventor, if any 

Yoshio KASUGA 




Btt 




Eighth joint Inventor's signature Date 

Y^sAx 0 fccisS&j 1 ^^- 12/6/2001 


&m ■ 


Residence 

■mpfvo inn— fi^in .tspan X 


mm 


Citizenship 

Japanese^- 




Post Office Address- C / Q MITS UBISHI DENKI 

XT TmnCUTIf T VATCTJfi O— "3 Marnnnn^hi 
1\/\dUox1±JS.J. JxriXOiliA. / Z — 3? l v loX LulQUOiH 




2-chome, Chiyoda-ku, TOKYO 100-8310 JAPAN 








Full name of ninth joint inventor, if any 
oeilCni JVlilYlUKH. 




a# 




Ninth joint Inventor's signature Date 
&£-/ICHI n f W« \TtLr 1Z/ D/ 


ttBf 


Residence 

fTVWV/^ inn QOl T7VDAM ---/^^^V 

■LvJKxU 1UU— ojLV UArAIN (y/ X 


mm 


Citizenship 

Japanese 




Post Office Address c / 0 MITSUBISHI DENKI 

KABUSHIKI KAISHA, 2—3. Maxunouchi 




2-chome, Chiyoda-ku, TOKYO 100-8310 JAPAN 






/D-61 


Full name of tenth joint inventor, if any 

••^Hixonoxi OZAKI 








Tenth joint Inventor's signature Date 

/'~f stJTse?*-*^*-- ^pve-^-t. 12/6/2001 


mm 


Residence ^ 
JAJxvjlU 1UU OJlU Uxxr/riiN <— ^ ' x 


mm 


Citizenship 

Japanese 




Post Office Address c/o MITSUBISHI DENKI 

KABUSHIKI KAISHA, 2-3, Marunouchi 




2-chome, Chiyoda-ku, TOKYO 100-8310 JAPAN 
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Full name of eleventh joint inventor, if any 

Hideo ICHIMURA 








Eleventh joint Inventor's signature Date 

/^^^^r^^^tA^/ 12/6/2001 


&m 


Residence w 

_TOKYO_J 00-83 10 JAPAN c^/^}^ 


mm 


Citizenship 

Japanese 




Post Office Address c/q MITSUB ISHI DENKI 

KABUSHIKI KAISHA, 2-3, Marunouchi 




2-chome, Chiyoda-ku, TOKYO 100-8310 JAPAN 








Full name of twelfth joint inventor, if any 

^Daicro TAKEMURA 








Twelfth joint Inventor's signature Date 

ti3^V^V c£#jb/?T\M/?A 12/6/2001 


&m 


Residence 

TOKYO 100-8310 JAPAN 


mm 


Citizenship 

Japanese^ 




Post Office Address C / Q MITSUBISHI DENKI 

KABUSHIKI KAISHA, 2—3, Macunouchi 




2-chome, Chiyoda-ku, TOKYO 100-8310 JAPAN 








Full name of thirteenth joint inventor, if any 
f nXSaSnl onlL/lA 




Btt 




Thirteenth joint Inventor's signature Date 

HsC^S*- ^-v. ^^uzO'te^ 12/6/2001 




Residence 

.TOKYO 100-8310 JAPAN ^^^X 


Bif 


Citizenship 

Japanese 


mm.<owt 


Post Office Address c/cT MITSUBISHI DENKI 




2-chome, Chiyoda-ku, TOKYO 100-8310 JAPAN 








Full name of fourteenth joint inventor, if any 








Fourteenth joint Inventor's signature Date 

'vS^W f //y Q/yftM/LO. 12/6/2001 




Resident 

TOKYO 100—8310 JAPAN ^jZ/^)^ 




Citizenship 

Japanese ^ 




Post Office Address Q j Q MITSUBISHI DENKI 
KABUSHIKI KAISHA, 2-3, Marunouchi 




2-chome, Chiyoda-ku, TOKYO 100-8310 JAPAN 
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Full name of fifteenth joint inventor, if any 

TaVracln-i KTTQHTMTTO2\ 
Icus-doll-L LNXOJCl±l w lUx\f\ 




Fifteenth joint Inventor's signature Date 

\JaJjAjd4*iy y[,c£WSmll>Y(>i/ 12/6/2001 


ftHr 


Residence 

TOKYQ. 100-8310 JAPAN c-t^t^X 


Hf§ 


Citizenship 

Japanese 




Post Office Address c / 0 MITSUBISHI DENKI 

KABUSHIKI KAISHA, 2-3, Marunouchi 




2-chome, Chiyoda-ku, TOKYO 100-8310 JAPAN 
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